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JEWELRY & ENAMELING

PROCESSES
Drilling
p. 35

Annealing
p. 18

Making
Oval
Rings
p. 113

Binding

Soldering
p. 38

Binding

Soldering
Pickling
p. 22

Transferring

the

Design

Sawing

Annealing

Pickling

Drill a hole in the center of the sawed foun-
dation.

Sterling silver wire 14-gauge.  Anneal the wire.
Make four oval rings.

ASSEMBLING PARTS OF THE
FOUNDATION

Bind the four rings together on the charcoal
block with staples as shown in Fig. 12.

Solder the rings together to form a motif.

Bind the wire motif to the sawed foundation
as shown in Fig. 13.
Solder together.
Clean in pidde.

SEPARATE PARTS OF THE ORNAMENT

Sterling silver sheet 20-gauge.

Transfer four triangles to the silver.   Use the

wax method.

Sterling silver sheet 24-gauge.

Transfer eight ovals to the silver.  Use the wax

method.

Saw to pattern.

Anneal the metal.

Clean the metal in the pidde.